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BREATHABLE. CLOTH-LIKE FILM/NOMV/OVEN COMPOSITE 

5 

FIELD OF THE INVENTION 

The present invention is directed to breathable films and 
breathable, cloth-like f ilm/nonwoven composites as well as the 

10 process for forming them. More specifically the present 
invention is directed to breathable f ilm/nonwoven laminates 
which contain a thin, breathable film laminated at distinct 
points to a reinforcing, cloth-like fibrous nonwoven web. The 
present invention has applicability in a wide variety of areas 

15 where strength, comfort, breathability and liquid 
impermeability are needed or desired. Two specific areas of 
use include personal care absorbent articles and health care 
related items including drapes, gowns and other related 
surgical supplies. Examples of personal care absorbent 

2 0 articles include diapers, sanitary napkins, incontinence 

garments, training pants, bandages and the like. The material 
of the present invention also inay be used to form all or a 
portion of an article of clothing. 

25 BACKGROUND OF THE INVENTION 

Many of today's products include man-made, synthetic 
components, personal care absorbent articles such as diapers 
being but one example. Today's diapers typically include a 

3 0 synthetic fiber nonwoven web as the body side liner material 

positioned adjacent the baby's skin. Inside the diaper there 
is an absorbent core which may be made from natural wood pulp 
fiber in combination with synthetic fibers and 
superabsorbents. The backing materials or outercovers of 
35 diapers have traditionally been made from plastic films due 
to cost considerations and the liquid impermeable nature of 
plastic films. 
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While plastic films are efficient at containing liquids 
and other waste matters during use, the same plastic films 
have certain disadvantages in that they are not pleasing to 
the touch and they do not readily pass water vapor so that, 
5 from a wearer wellness standpoint, plastic films tend to cause 
skin hydration thereby making infants more prone to diaper 
rash. One solution has been to supplant normal nonporous 
plastic films with breathable plastic films as the diaper 
backing material. There are a number of ways of making a film 
10 breathable including aperturing and the use of fillers- When 

fillers are used, — the f il m is oft e n cruohod between rollers 

to crack the filler or stretched so as to create small gaps 
between the polymer and the particles embedded in the polymer. 
This creates a tortuous path from one surface of the film to 
15 the other and thus provides a path for the escape of water 
vapor while acting as a barrier to liquids such as water and 
urine. Polyolefin films are often used for making breathable 
films. A particularly useful film for such applications is 
made from a linear polyolefin containing organic and/or 
20 inorganic fillers. Such filled polyolefin films provide good 
water vapor transmission thereby making the diapers more 
comfortable to the wearer. As a result, the relative humidity 
and temperature within the diaper or other product can be 
reduced by using breathable materials. Despite this, such 
25 breathable films have the disadvantage of being cold and 
clammy because breathable films pass moisture to the outside 
of the product where it condenses readily on the film surface. 
Consequently, another solution has been to attempt to use 
nonwoven materials as the backing material for diapers - 
^° Fibrous nonwoven webs when used as the backing material 

for diapers alleviate the above-mentioned film problems, 
however, such fibrous nonwoven webs generally provide poor 
barriers to the passage of liquids including urine. As a 
result, most nonwovens, by themselves, are not suitable as 
35 backing materials. Some fibrous nonwoven webs work better 
than others at repelling liquids, especially when they include 
a layer of fine fiber nonwoven material such as a layer of 
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meltblown. Meltblown fibrous webs are made from fibers formed 
by extruding molten thermoplastic material through fine die 
capillaries to form molten threads or filaments which are then 
attenuated using high velocity gas. The resultant fibers 
5 generally have very small diameters, usually 10 microns or 
less, and are collected on a forming surface in the form of 
a fibrous nonwoven batt with very small pore structures which 
tend to inhibit liquid flow. See for example U.S. Patent 
Number 3,849, 241 to Buntin et al. Even with the use of 
meltblown layers, however, such fibrous nonwovens do not 
always prove to be totally suitable as a backing material for 
personal care products. 

In view of the foregoing deficiencies of both films and 
fibrous nonwovens, attempts have been made to combine the two 
15 materials thereby making it possible to rely upon the 
strengths of one material to overcome the weaknesses of the 
other. An example of combining the best attributes of a 
breathable film and a fibrous nonwoven is via the combination 
of a filled linear polyolefin film and a polypropylene ' or 
20 polypropylene copolymer spunbond web. in order for these two 
materials to work in unison, they must somehow be joined or 
laminated to one another. There are a number of methods for 
joining films and nonwovens including thermal and ultrasonic 
bonding, gluing, needling and sewing. For purposes of 
25 maintaining a liquid barrier, needling and sewing are 
generally undesirable due to the fact that the holes these 
processes create are relatively large and therefore permit 
leakage of liquids. Adhesives and gluing can be undesirable 
for their own reasons including undue blockage of the 
breathable film pores and overall stiffness of the laminate. 
Lamination of the film and fibrous nonwoven layers should be 
relatively complete. As a general matter, to achieve good 
lamination between a film and a nonwoven using an adhesive, 
either a thin, uniform layer of adhesive must be sprayed 
across the entire interface of the two materials or larger 
more localized quantities of adhesive must be used at spaced- 
apart intervals. Uniform applications of adhesive can and 
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often do block the pores on one surface of the film thereby 
rendering the previously porous film nonporous. This is not 
desirable. Using larger quantities of adhesive in more 
localized areas reduces the amount of film surface that is 
being blocked by the adhesive, the drawback being that the 
film/nonwoven laminate tends to become stiff due to the 
concentrated application of adhesive. Consequently, it would 
be more desirable to use thermal lamination techniques. 

Thermal lamination can be accomplished through the use 
of heat and pressure as with heated pattern rolls and with 
ultrasonics. Both techniques are very well ^uit^ri jr^jning 
films and nonwovens when the two materials are made from the 
same polymer. m some cases, however, the polymers used to 
make the film are not the same as those used to make the 
15 fibrous nonwoven web. This can be because of both cost and 
physical properties. Linear low density polyethylene (LLDPE) 
films and polypropylene nonwoven webs are one example. These 
polymers are thermally incompatible with one another in that 
they cannot be thermally laminated to one another with a bond 
20 force of at least 5 grams. There also exists the situation 
where the polymers used to make the two layers are the same 
and therefore compatible but to bring about thermal lamination 
so much heat and pressure must be used that perforations end 
up bexng formed in the film layer and oftentimes the laminate 
25 xs too stiff. AS a result, there is a need for a process for 
thermally bonding such incompatible and compatible materials 
so that the advantages of the two materials as well as the 
thermal lamination process can be used. There is also a need 
for the resultant product. As explained in detail below 
these needs have been satisfied by the present invention. 

SUMMARY OF THE PRESENT TNVEMTTnM 
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The foregoing disadvantages have been overcome by the way 
35 of the present invention. Disclosed herein is a breathable 
fxlm and a breathable, cloth-like film/nonwoven composite made 
from a breathable film which is thermally bonded to a fibrous 
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polyolefin nonwoven web. The processes for the foregoing 
materials are also disclosed. 

Ideally, heat bonding is one of the most desired means 
for laminating a film and a nonwoven layer. Heat bonding 
5 requires that the materials be thermally compatible. 
Oftentimes films and nonwovens are each made from polymers 
which provide the desired characteristics for the particular 
material in question but which are not easily heat bondable 
to each otner or at all. m the case of the present 
invention, a bonding agent is added to the film which needs 
only to be compatible with the polyolefin polymer portion of 
the fibrous nonwoven web as it acts as a heat and pressure 
sensitive adhesive during the laminating process. 
Alternatively, the bonding agent can be incorporated into the 
fibers of the fibrous nonwoven web to aid in the lamination 
of the film and web. it is important that the temperature 
used to bond the two layers together be less than the melting 
point of the polyolefin polymer of the film or fiber in order 
to maintain the integrity of the film or fiber, thereby 
reducing the risk of forming pinholes and losing strength 
during the laminating process. Thus it is important to the 
present invention that the film or fiber in its entirety not 
be allowed to reach its overall melting point and thereby 
compromise the integrity and barrier properties of 
25 resulting composite. By "localizing" heat bonding 

bonding additive and a discrete bond pattern, a _ 
provided to secure attachment with minimal damage to the 
porous nature of the breathable film while at the same time 
maintaining good f lexural characteristics with respect to the 
overall composite or laminate. 

in one embodiment of the present invention, the 
breathable f ilm/nonwoven laminate is created by first forming 
a film from a blend including, on a dry weight basis based 
upon the total weight of the film, from about 10 to about 68% 
Of a predominately linear polyolefin polymer, from about 30 
to about 80% of a filler having an average particle size range 
of from about 0.5 to about 5 micrometers and from about 2 to 
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about 20% of a bonding agent. The film is then stretched or 
crushed between rollers to make it breathable. The fil:n once 
formed should have a water vapor transmission rate of at least 
100 grams per square meter for 24 hours. Next a fibrous 
5 polyolef in nonwoven web is thermally laminated to the film to 
form a laminate or composite. The laminate should require at 
least a 5 gram load to delaminate the two layers from one 
another . 

suitable materials for the film layer include, but are 
not limited to, a predominately liner polyolef in polymer such 
as Ixnear low density polyPthyTeno and fillers such as CdlCiUm 
carbonate. Suitable materials for the fibrous nonwoven web 
include, but are not limited to, polypropylene and blends of 
polyolef ins such as polypropylene fibers and liner low density 
polyethylene fibers as well as bicomponent fibers with a 
polyolefin component forming an exterior surface of the 
fibers. 

The process involves first forming a preextrusion blend 
of the aforementioned polymers and then extruding the blend 
20 into a film. Once the film has been formed, it is stretched 
at a temperature less than the melting point of the 
predominately linear polymer portion of the film and more 
desirably at a temperature which is also less than the 
softening point of the bonding agent. By stretching the film, 
the film is thinned and made porous and breathable. The film 
once stretched, should have a water vapor transmission rate 
Of at least 100 grams per square meter for 2 4 hours. Next 
the film is bonded to the fibrous polyolefin nonwoven web at 
a temperature less than the melting point of the predominately 
ixnear polymer portion of the film to form a laminate. 
Additionally, if so desired, the film layer may be caused to 
retract after bonding to the nonwoven layer thereby causing 
the overall composite to retract which in turn, creates an 
undulating surface and a bulkier composite. 

The breathable, cloth-like f ilm/nonwoven composite once 
formed has a variety of uses not the least of which is as an 
outercover for personal care absorbent articles. Such 
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articles will typically include a body side liner and an 
outercover with an absorbent core disposed therebetween. The 
material of the present invention can be used as the 
outercover with the fibrous nonwoven layer facing towards the 

5 exterior surface of the product and with the film layer being 
positioned adjacent the absorbent core. 

As an alternative, if thermal bonding is desired but the 
polymers forming all cr a portion of the film and support 
layers are thermally incompatible, a bonding agent can be 

0 added to the fibrous nonwoven web support layer instead of or 
in addition to the film layer. The bonding agent can be added 
to the polymer mix forming the fibers. When the fibers are 
single component fibers, the bonding agent can be added to the 
entire fiber. Besides single component fibers, it is also 

5 possible to form the fibrous nonwoven web support layer 
entirely or partially from mult i -component fibers such as 
bicomponent fibers. Examples of bicomponent fibers include, 
but are not limited to, sheath/core fibers, side-by-side 
fibers and islands-in-the-sea fibers. In addition, 

) biconstituent fibers can be used to form the fibrous nonwoven 
support layer. with all such fiber configurations, the 
bonding agent should be present in a portion of the fiber 
which forms at least a part of the exterior surface of the 
fiber so that the bonding agent may contact and bond with a 
portion of the film layer. Once the fibrous nonwoven web 
support layer has been formed, it can be thermally bonded to 
the film layer using heat, pressure, heat and pressure and/or 
ultrasonics. 



30 BRIEF DESCRIPTTQM OF THF HRAWTNGS 

Figure 1 is a cross-sectional view of a breathable, 
cloth- like f ilm/nonwoven composite according to the present 
invention. 

35 Figure 2 is a schematic view of a process for forming a 

breathable, cloth-like f ilm/nonwoven composite according to 
the present invention. 
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DETAILED DESCRIPTION OF TUf. T>n/ENTION 

The present invention is directed to an improved 
5 f ilm/nonwoven laminate which utilizes a film which is 
comprised of a predominately linear polyolefin polymer, a 
filler and a bonding agent and which is thermally bonded to 
a polyolefin-based fibrous nonwoven web. As an example, 
traditional linear low density polyethylene films are not 
10 heat bondable to polypropylene-based nonwoven webs due to the 

incompatibility of the polymerg and mftlting points making up 

the film and nonwoven layers. The present invention provides 
a breathable film which, due to the unique composition and 
processing conditions, is thermally bondable to a polyolefin- 
15 based nonwoven web. In a specific embodiment, a breathable 
film using a blend of linear low density polyethylene and a 
bonding agent is thermally bonded to a polypropylene nonwoven 
web. The resultant laminate provides several features 
including a soft, cloth-like feel on one exterior surface and 
20 good water vapor permeability while still acting, as a barrier 
to the passage of liquids. in addition, due to the high 
stretching and filling of the linear low density polyethy;.ene 
film, the film is breathable, very soft to the touch and has 
very little "noise" or "rattle". As a result, while not 
25 meaning to be limited to the specific uses as herein 
specified, the laminate of the present invention has 
particular use as a backing material for personal care 
absorbent products including diapers, sanitary napkins, 
training pants, incontinence garments, bandages and the like. 
The material of the present invention also may be used to form 
all or a portion of an article of clothing, m addition, the 
material of the present invention may be used to form all or 
a portion of hospital supplies such as surgical drapes, gowns, 
scrubs, shoe covers, face masks and hats. Consequently, these 
and other uses are contemplated to be within the scope of the 
present invention. 
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In another embodiment, the bonding agent may be added to 
the fibrous nonwoven web and in particular to the polymer 
blend forming at least a portion of the exterior surface of 
a plurality of the fibers making up the nonwoven web. As a 
result, another means can be provided for thermally bonding 
or laminating two layers which would otherwise be thermally 
incompatible. The resultant laminates would also be suitable 
for the uses outlined above. 

Referring to Figure 1, the composite or laminate 10 of 
the present invention in its most basic form includes a film 
layer 12 and a fibrous polyolefin nonwoven web comfort and 
support layer 14 which have been thermally bonded to one 
another. While this is the most basic configuration of the 
present invention, additional layers of material may be added 
15 to the composite 10 to form multilayered composites if so 
desired. For example, a second fibrous polyolefin nonwoven 
web (not shown) may be bonded to the film layer 12 on a side 
of the film opposite the first fibrous polyolefin nonwoven- web 
14. 

The film layer 12 includes three basic components, the 
first being a predominately linear polyolefin polymer such 
as a linear low density polyethylene, the second being a 
filler and the third being a bonding or tackifying agent. 
These three components are mixed together, heated and then 
extruded into a film layer using any one of a variety of film- 
producing processes known to those of ordinary skill in the 
film art including casting and blowing. other additives and 
ingredients may be added to the film layer provided they do 
not seriously interfere with the ability of the film to breath 
30 and thermally bond with the fibrous polyolefin nonwoven web 
comfort layer 14. Generally, on a dry weight basis, based 
upon the total weight of the film, the film layer will include 
from about 10 to about 68 weight percent of the predominately 
liner thermoplastic polymer, about 2 to about 20 weight 
3 5 percent of a bonding agent and from about 30 to about 80 
weight percent filler. In more specific embodiments it may 
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invention. As used herein , ^ present 

13 .eant to incX... poi;;ers o7 Polyethylene- 
10 Olefin co.ono»ers such as c - c l ''^"^ 

By -predo-inately linear" it i ^"'nf nations thereof. 

Chain is linear vi^ liss thl^ T"' "^^ 

""'^ches per xoco ethylene units ZZ'T"'' ' ""^'^ 

include carbon chains greater than r 
15 linear polyolefin polyiners th,, P"^^'^'""i"3t«ly 
branching (c, - c , duHr "°n-lasti=. short chain 

be limited to less than 20 short chrins ' '^^""^ 
units and 20 or ar.«t»^ , chains per lOOO ethylene 

.xa.ples Of Predoirna :iytnr: rtorolT' • 
" but are not limited to, linear Ll i , 

propylene, i-butene. .^^ethyirprtre ^^J"^ as ethylene, 
higher olefins as well as copolyl"; of th ^ '"^ 
addition, copolymers of ethylL anUn ^ 
. Pentene, hexane, heptane octene T including 
" examples of predo^iLtel; "near the™ ' ^« 

A main purpose Of the . " "^^ 

.eans for ..IrZ.^y bLrngTerha^-Ar " '° ' 
predominately linear polyolefin po^tr^ f Tbr" 
honwoven webs in a manner which TiirTot 1 t P'^^"^-"" 
30 Of the individual layers and especially the",' '""^"'^ 
adding a bonding agent to th! fAm T ' 
specified range the fl,» Polymer blend in a 

temperatures 'a^d.^ ulrrr 1^^ """^^^ " 

overall bond area. m addlti • Percentages of 

35 nonwoven webs such as ^.r^.t t^T' ."-"P"^"- "l»s and 



nonwoven webs such as LLDPE r.^ "°°»Patlble films and 
webs can now be effectively i P°lyPropylene nonwoven 

....... ,,,,, laminated. The laminate -— 

"ill very soft and generally devoid 
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undeliberate perforations caused by excessive bonding to 
achieve appropriate lamination. 

For a LLDPE film and a polypropylene nonwoven web to be 
compatible it would be desirable to be able to thermally bond 
5 the two layers at a temperature at or below the melting point 
of the LLDPE film with an overall bond area at or about 15% 
and have the resultant laminate be strong enough to require 
at least a 5 gram load to delaminate the layers using the bond 
strength test outlined below. By adding a bonding agent to 
10 the film polymer blend, this is possible. A "bonding agent" 
as used herein means an additive which, when incorporated into 
the film polymer blend, will allow bonding of the film layer 
to the nonwoven layer at a temperature at least 5"»F lower than 
the melting point of the primary predominately linear 
15 thermoplastic polymer component in the film polymer blend - 
- in this case, the "primary" polymer being the linear low 
density polyethylene. In addition, the bonding or peel 
strength of the resultant laminate should be at least 5 grams. 
Bonding agents can also be referred to as tackifying 
20 resins and are discussed in U.S. Patent No. 4,789,699 to 
Kieffer et al., the contents of which is incorporated herein 
by reference in its entirety. The purpose of the bonding 
agent of the present invention is to peinnit bonding of the 
film and nonwoven layers at a lower temperature. Examples of 
25 bonding agents include hydrogenated hydrocarbon resins such 
as REGALRE2® series tackifiers and ARKON® P series tackifiers. 
REGALREZ® tackifiers are available from Hercules, 

Incorporated of Wilmington, Delaware. REGALREZ® tackifiers 
are highly stable, light-colored, low molecular weight, 
3 0 nonpolar resins. Grade 3102 is said to have a softening point 
of 102 R&B-C, a specific gravity at 2l«C of 1.04, a melt 
viscosity of 100 poise at 149 and a glass transition 
temperature, Tg, of 51-C. REGALREZ® 1094 tackifier is said 
to have a softening point of 94 'C, a specific gravity at 21»C 
35 of 0.99, a melt viscosity of loo poise at 126'C and a glass 
transition temperature, Tg, of 33 "C. Grade 1126 is said to 
have a softening point of 126-C, a specific gravity at 21»C 
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of 0-97, a melt viscosity of lOO poise at 159«C and a glass 
transition temperature, Tg, of 65<»c. 

ARKON® P series resins are synthetic tackifying resins 
made by Arakawa Chemical (U.S.A.), Incorporated of Chicago, 
Illinois from petroleum hydrocarbon resins. Grade P-70, for 
example, has a softening point of 70 »C, while grade P-100 has 
a softening point of 100 »C and Grade P-125 has a softening 
point of 125°C. 

20NATEC® 501 lite resin is another tackifier which is a 
terpene hydrocarbon with a softening point of 105 »C made by 
Arizona Chemical Company of Panama City, Florida. EASTMANg> 
1023PL resin is an amorphous polypropylene tackifying agent 
with a softening point of 150-155 -C available from Eastman 
Chemical Company Longview, Texas. 

Generally, other examples of bonding agents include, but 
are not limited to, polyamides, ethylene copolymers such as 
ethylene vinyl acetate (EVA), ethylene ethyl acrylate (EEA) , 
ethylene acrylic acid (EAA) , ethylene methyl acrylate (EMA) 
and ethylene normal-butyl acrylate (ENBA) , wood rosin and its 
derivatives, hydrocarbon resins, polyterpene resins, atactic 
polypropylene and amorphous polypropylene. Also included are 
predominately amorphous ethylene propylene copolymers commonly 
known as ethylene-propylene rubber (EPR) and a class of 
materials referred to as toughened polypropylene (TPP) and 
olef inic thermoplastic polymers where EPR is mechanically 
dispersed or molecularly dispersed via in-reactor multistage 
polymerization in polypropylene or polypropylene/polyethylene 
blends. 

It should be understood that the foregoing list of 
bonding or tackifying agents is illustrative only and not 
meant to limit the scope of the present invention. Any 
bonding agent which: is blendable with the other film and/or 
fiber polymers; is capable of permitting the bonding of the 
film layer to the nonwoven layer at temperatures at least 5«c 
35 lower than the melting temperature of the primary 
predominately linear thermoplastic polymer component of the 
film or fiber blend; and, is capable of creating a bond 
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between the layers which requires at least a 5 gram load to 
separate the layers, is considered to be a bonding agent for 
purposes of the present invention. Generally me bonding 
agent will comprise from about 2 to about 20 percent. of the 
5 total weight of the film. While weight percentages outside 
the range can be used, at higher percentages the breathability 
of the film becomes compromised which, for personal care 
absorbent articles configurations, is generally not desirable. 

In addition to the predominately linear polyolefin 
polymer and the bonding agent, the film layer also includes 
a filler. As used herein a "filler" is meant to include 
particulates and other forms of materials which can be added 
to the film polymer extrusion blend and which will not 
chemically interfere with or adversely affect the extruded 
film but which are able to be uniformly dispersed throughout 
the film. Generally the fillers will be in particulate form 
and usually will have somewhat of a spherical shape with 
average particle sizes in the range of about 0.1 to about' 7 
microns. Both organic and inorganic fillers are contemplated 
to be within these scope of the present invention provided 
that they do not interfere with the film formation process, 
the breathability of the resultant film or its ability to 
thermally bond to the fibrous polyolefin nonwoven web or 
comfort layer. Examples of fillers include calcium carbonate 
(Caco,), various kinds of clay, silica (Sio^) , alumina, barium 
sulfate, sodium carbonate, talc, magnesium sulfate, titanium 
dioxide, zeolites, aluminum sulfate, cellulose-type powders, 
diatomaceous earth, magnesium sulfate, magnesium carbonate,' 
barium carbonate, kaolin, mica, carbon, calcium oxide! 
magnesium oxide, aluminum hydroxide, pulp powder, wood powder, 
cellulose derivative, chitin and chitin derivatives. 

As mentioned previously, films may be formed using any 
one of the conventional processes known to those familiar with 
film formation. The predominately linear polyolefin 
polymer, bonding agent and filler are mixed in appropriate 
proportions given the ranges outlined above and then heated 
and extruded into a film. m order to provide uniform 
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breathability as reflected by the water vapor transmission 
rate of the film, the filler should be uniformly dispersed 
throughout the polymer blend and, consequently, throughout the 
film itself. For purposes of the present invention, a film 
5 is "breathable" if it has a water vapor transmission rate of 
at least 100 g/m^/24 hours as calculated using the test method 
outlined below with respect to the examples. Generally, once 
the film is formed, it will have a weight per unit area of 
less than about lOO grams per square meter and after 
10 stretching and thinning its weight per unit area will be less 
than about 3 5 grams per square meter and more desirably less 

than about 18 gT-aTn<^ pgr- gqnare meter. 

The film used in the examples below was a blown film, 
however, other types of films are also considered to be within 
15 the scope of the present invention provided the forming 
technique is compatible with filled films. The film as 
initially formed is generally too thick and too noisy as it 
tends to make a "rattling" sound when shaken and the film does 
not yet have a sufficient degree of breathability as measured 
by its water vapor transmission rate. Consequently, the film 
is heated to a temperature at least about 5«C less than the 
melting point of the predominately linear thermoplastic 
polymer and then stretched to at least about 2.5 times its 
original length to thin the film and make it porous. More 
25 desirably the temperature to which the film is heated during 
stretching is also less than the softening point of the 
bonding agent. For some bonding agents the softening point 
is given as a range. As a result, "heating below the 
softening point" would be at a temperature lower than the 
highest temperature given in the range. 

An additional feature of the thinning process is the 
change in opacity of the film. As formed, the film is 
relatively transparent but after stretching, it becomes 
opaque. In addition, while the film becomes oriented during 
3 5 the stretching process, it also becomes softer and it does not 
have the degree of "rattle" that it does prior to stretching. 
Taking all these factors into consideration, and the desire 
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10 



to have a water vapor transmission rate of at least 100 grams 
per square meter per 24 hours, the film should be thinned to 
such an extent that it has a weight per unit area of less than 
about 3 5 grams per square meter for personal care absorbent 
article applications and more desirable less than about 18 
grams per square meter. 

The fibrous nonwoven comfort layer 14 is made from 
polyolefin fibers such as polypropylene. In the examples the 
nonwoven web is a polypropylene spunbond web but other 
polyolefin fibers can be used too. Blends or mixes of fibers 
are also possible including different polyolefin fibers and 
blends of polyolefin and non-polyolef in fibers such as 
polyethylene sheath/polypropylene core bicomponent fibers and 
polyester fibers. Natural fibers also may be included in the 
15 fibrous nonwoven web. Specific fiber types include single 
component fibers and multicomponent fibers such as side-by- 
side, sheath/ core and islands-in-the-sea bicomponent fibers. 
The fibers may be straight or crimped, hollow or solid. They 
may have generally circular or non-circular cross-sections 
20 including bilobal, trilobal and "X" cross-sections. Fiber 
lengths may be short as with staple fibers or long as with 
spunbond and meltblown fibers. Fiber thicknesses will depend 
upon the desired properties. Narrow fibers will produce a 
softer nonwoven web while thicker fibers will provide more 
25 strength and resilience. Alternatively, blends of fiber 
diameters can be used. For personal care absorbent article 
applications, fiber diameters will typically range between 
about 1 and about 5 denier. For purposes of the present 
invention, a "polyolef in-based fibrous nonwoven web" and a 
"fibrous polyolefin nonwoven web" collectively refer to a 
fibrous nonwoven web wherein at least about 50% of the surface 
area of the fibers in the web constitute a polyolefin. 

A variety of nonwoven web forming processes can be used 
with the present invention. Examples include, but are not 
limited to, air and wet laying, staple fiber carding and 
bonding, solution spinning, meltblowing and spunbonding 
processes. All of the foregoing processes are well known to 
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those having ordinary skill in the art. Spunbonded 
polypropylene webs work particularly well with the present 
invention. Spunbond webs can be made in accordance with the 
teachings of commonly assigned U.S. Patent No. 4,340,563 to 
5 Appel which is incorporated herein by reference in its 
entirety. Spunbond materials are made by extruding molten 
thermoplastic material as filaments through a plurality of 
capillaries in a spinneret with the diameter of the extruded 
filaments then being reduced by, for example, eductive drawing 
10 or other well known spunbonding mechanisms. 

Once the fibrous nonwoven web comfort layer 14 has been 

formed it can be prebonded for added strength and integrity. 
The polypropylene spunbond web used in the examples was 
prebonded using a point bond pattern with a surface bond area 
15 of approximately 15% using a bond density of between about 100 
and 3 00 bond points per square inch. Bond densities above and 
below this range also can be used with the specific density 
being dependent upon the size of the individual bond points. 
To form the breathable, cloth-like f ilm/nonwoven 
20 composite 10 of the present invention, the film layer 12 and 
the fibrous polyolefin nonwoven layer 14 are brought into 
contact with one another and then are thermally bonded 
together using a bonding means 16 as shown in Figure 2 of the 
drawings. Typically the film will have been extruded, 
25 stretched and thinned and then wound up on a roll 20 prior to 
being incorporated into the composite. Alternatively, the 
film can be wound on a roll in an unstretched state and then 
stretched and thinned as it is fed into the process. As yet 
a further alternative, the film can be formed and stretched 
30 in line. 

The fibrous nonwoven web also can be preformed and 
unwound from a supply roll 22 into the bonding process. 
Alternatively, it too can be formed in line. If the film 12 
and nonwoven web 14 are fed into the bonder 16 at the same 
speed, a composite 10 will be formed that will be relatively 
two-dimensional. Alternatively, the composite 10 can be 
caused to retract thereby producing an undulating, thicker, 
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more three-dimensional structure. One way of causing this 
retraction is to place one of the two layers under tension 
during the bonding process as by speeding up and/or braking 
one of the layers so that it is temporarily stretched or 
5 expanded. Once the bonding has been completed, the stretching 
or braking forces are removed and the composite retracts 
thereby causing the undulations. Another way is to use the 
stressed state of the oriented linear polyolefin molecules 
within the film layer. As a result of applying heat to the 
10 film layer 12, it will oftentimes want to retract. 
Consequently, if the composite 10 is wound up on a take-up 
roll 18 at a speed less than the speed of the composite at the 
bonder 16, the film will relax thereby causing undulations. 
Thermal bonding of the two layers together can be 
15 accomplished by at least two methods. The first is using heat 
and pressure as with heated, patterned bonding rolls. Both 
rolls may be patterned or one may be patterned and the other 
may be smooth. One or both of the rolls may be heated ..or a 
secondary heat source may be used. If conditions dictate, one 
20 of the rolls may be cooled. In any event, the heat should be 
adjusted so that the bonding agent in the film becomes tacky 
to bond the two layers together while still maintaining the 
temperature at least about 5»C cooler than the melting point 
of the primary predominately liner polyolefin polymer in the 
25 film. By "primary- it is meant the predominately linear 
polyolefin polymer having the highest weight percent of the 
total weight of the film if there is more than one 
predominately linear polyolefin polymer in the film polymer 
blend. 

Bond patterns and area may be varied depending upon the 
particular end-use. Suitable bond patterns can include point 
bonds, continuous lines, decorative patterns and combinations 
of the foregoing. Bond area will depend upon the degree of 
lamination desired. For personal care absorbent article 
applications, bonding should be sufficient to require at least 
a 5 gram load to delaminate the two layers. 
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The second method of bonding is ultrasonic bonding which 
also is well known to those having ordinary skill in the art 
Here again the anvil roll can be designed with any of the 
bond patterns described above. 

The composite once formed can be used for a wide variety 
of applications not the least of which is an outercover for 
personal care absorbent articles. such articles typically 
xnclude a body side liner, an absorbent core and a backing 
layer or outercover. The material of the present invention 
can be used as the outercover with the fibrous nonwoven web 
layer facing the exterior of the articl.. ai.d the fllin layer 
facing the absorbent core. Many times the outercover and 
body side liner are joined to one another so as to encapsulate 
the absorbent core. Oftentimes the body side liner is also 
made from a fibrous polyolefin nonwoven web. As a result 
because of the bonding agent, the film layer and bodyside 
ixner can be heat sealed together in the same fashion as the 
two layers of the composite material of the present invention. 

in the foregoing discussion, the bonding agent was added 
to the film layer 12 to make it compatible with the fibrous 
nonwoven web comfort and support layer 14. it is also 
possible, however, to add the bonding agent to the fibers of 
the support layer 14. 

AS mentioned previously, the fibers forming layer 14 can 
be Short staple fibers or longer more continuous fibers as 
with spunbond and meltblown webs. m all cases, it is 
possible to make the fibers from a single polymer as in a 
straight polyolefin fiber or from a multi-component fiber such 
as a bicomponent fiber. with both types of fibers, the 
bonding agent must be present on the exterior surface of the 
fibers so that bonding between the film and nonwoven layers 
can be achieved. with straight fibers, such as polyethylene 
fibers, the bonding agent can be added to the polyethylene 
premix and extruded into the fibers. For bicomponent fibers 
the bonding agent must be added to one of the polymers which 
will end up on an exposed surface of the fiber. in the case 
Of Sheath/core fibers this would be the sheath portion while 
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with side-by-side fibers, the bonding agent could be added to 
either one or both of the polymers since they both would be 
exposed as an exterior surface of the fiber. 

Generally, the bonding agent should be present in a 
5 weight percent of about 2 to about 20 percent of the 
polyolefin fiber polymer to which it is being added, based 
upon the total polymer weight of the blend or mix used to form 
that portion of the fiber. Thus in a straight polyethylene 
fiber, the polymer mix would constitute from about 2 to about 
2 0 weight percent bonding agent and from about 80 to about 98 
weight percent polyethylene absent their being any additional 
materials in the fiber polymer mix. For bicomponent or 
multicomponent fibers the percentages would be based upon the 
total weight of the mix for that particular component. In 
15 addition, if, for example, the fiber was a side-by-side 
polyethylene/polypropylene fiber, the bonding agent could be 
added to both polyolefin components, again within the same 
weight percentages with respect to each of the individual 
components, ie., from about 2 to about 20 weight percent of 
the total weight for each of the individual fiber polymer 
components . 

Because it is possible to blend different types and 
compositions of fibers in the same nonwoven web, not all the 
fibers in the web need to necessarily have the bonding agent 
present in their exterior surfaces provided sufficient bonding 
between the film and nonwoven layers can be achieved such that 
it requires. at least a 5 gram load to separate or delaminate 
the layers from one another. This typically should happen if 
at least 50 weight percent of the fibers in the fibrous 
nonwoven layer utilize the bonding agent in the manner 
described above. Lastly, in choosing the bonding agent and 
bonding conditions, a bonding agent should be chosen that 
will allow bonding at a temperature less than melting point 
of the polyolefin in the film layer. 

To demonstrate the thermal bondability of the present 
invention, several samples were prepared as set forth below. 
Many of the samples were tested for the bond strength between 
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the two layers as well as the water vapor transmission rate 
(WTR) for the film and in Examples 4 for the composite. The 
test methods for calculating the WVTR and bond strength are 
set forth below. 
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Water Vapor Tr-^^n smiss i on p^i-^ 

The water vapor transmission rate (WVTR) for the sample 
materials was calculated in accordance with ASTM Standard E96- 
80. Circular samples measuring three inche.. in h^.^...^ 
cut from each of the test materials and a control which was 
a piece of CELGUARD® 2500 film from Hoechst Celanese 
corporation of Sommerville, New Jersey. CELGUARD® 2500 fil^ 
15 IS a microporous polypropylene film. Five samples were 
prepared for each material. The test dish was a number 60- 
1 vapometer pan distributed by Thwing-Albert Instrument 
company of Philadelphia, Pennsylvania. one hundred 

Millimeters of water were poured into each Vapometer pan and 
individual samples of the test materials and control material 
were placed across the open tops of the individual pans, 
screw-on flanges were tightened to form a seal along the edges 
. of the pan, leaving the associated test material or control 
material exposed to the ambient atmosphere over a 6 5 
25 centimeter diameter circle having an exposed area of 
approximately 33.17 square centimeters. The pans were placed 
in a forced air oven at lOO-F (32 -C) for i hour to 
equilibrate. The oven was a constant temperature oven with 
external air circulating through it to prevent water vapor 
30 accumulation inside. a suitable forced air oven is, for 
example, a Blue M Power-O-Matic 60 oven distributed by Blue 
M Electric Company of Blue Island, Illinois, upon completion 
Of the equilibration, the pans were removed from the oven 
weighed and immediately returned to the oven. After 24 hours' 
the pans were removed from the oven and weighed again. The 
preliminary test water vapor transmission rate values were 
calculated as follows: 
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Test WVTR = (grams weight loss over 24 hours) x 315.5 
g/m- / 24 hrs 

5 

The relative humidity within the oven was not specifically 
controlled. 

Under predetermined set conditions of lOOT (32»C) an 
ambient relative humidity, the WVTR for the CELGUARD® 2 500 
10 control has been determined to be 5000 grams per square meter 
for 2 4 hours. Accordingly, the control sample was run with 
each test and the preliminary test values were corrected to 
set conditions using the following equation: 
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WVTR = (Test WVTR/ control WVTR) x 5000 g/m^/24 hrs ) 
(g/mV 24 hrs) ^' ' "-^s.; 



BOND STRENGTH 



To test the bond strength between the film layer and the 
fibrous nonwoven comfort layer, a delamination or peel 
strength .test was performed upon samples of the various 
materials. Two inch by approximately six inch samples of the 
25 material were cut and then manually delaminated at one of the 
short ends to produce edges which could be placed within the 
jaws of a Sintech®/2 Computer Integrated Testing System 
manufactured by MTS Systems Corporation of Eden Prairie, "MN. 
The jaw gap was set at a span of lOO millimeters and enough 
30 of the material was left in the laminated state so that the 
jaws could travel 65 millimeters. The sample was positioned 
in the jaws so that the sample would start delaminating before 
the jaws had been expanded 10 millimeters. The crosshead 
speed was set at 300 millimeters per minute and the data was 
35 then recorded between the lo millimeter start point and the 
65 millimeter end point. The data recorded indicated the peel 
strength or load necessary in grams to separate the two layers 
and the standard index in grams with a maximum, minimum and 
mean value. 
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EXAMPLES 

Example l 

Three breathable f ilm/nonwoven laminates were prepared 
and evaluated to determine the impact of the addition of a 
bonding agent on the water vapor transmission rate of the 
film and the bond strength of the overall composite. First, 
three breathable films with varying polymer blends were 
prepared and then each of the films were bonded to pieces of 
approximately two denier, 0.5 ounce per square yard (17 gsm) 
poxypropyxene spunbond nonwoven web material which was 
prebonded with a 15% bond area. Each of the film formulations 
contained, on a total weight percent basis, 65% English China 
Super coat calcium carbonate (CaCO,) with a 1 micron average 
particle size and a 7 micron top cut. The calcium carbonate 
was obtained from ECCA Calcium Products, Inc. in Sylacauga, 
Alabama, a division of ECC International. The calcium 
carbonate was blended with 15-25% by weight of linear low 
density polyethylene made from a blend of Dowlex® 2517 linear 
low density polyethylene and Dowlex® 2532 linear low density 
polyethylene blended in a weight ratio of 1:4 such that the 
melt index of the blend was 10 M.I.(/io minutes at 190-F) . 
The Dowlex® polymers are available from Dow Chemical U.S.A., 
25 Midland, Michigan. The remaining 10-20% by weight of the 
formulation comprised Himont KS051P polypropylene-based 
polymer from Himont, USA of Wilmington, Delaware. The KS051P 
polymer is an olefinic thermoplastic elastomer or TPO 
multistep reactor product wherein an amorphous ethylene 
propylene random copolymer is molecularly dispersed in a 
predominately semicrystalline high polypropylene monomer/ low 
ethylene monomer continuous matrix. The amorphous component 
acts as the tackifying or bonding agent as it begins to soften 
at about 55 «C. As shown in Table I below, sample 1 contained 
65% calcium carbonate, 10% KS051P polymer and 25% linear low 
density polyethylene. Sample 2 contained 65% calcium 
carbonate, 15% KS051P polymer and 20% linear low density 
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polyethylene. The third sample contained 65% calcium 
carbonate, 20% KS051P polymer and 15% linear low density 
polyethylene. Each of three formulations were blown into 
films at a melt temperature of IIS^F (191^C) at a blow up 
ratio of approximately 1.7 to produce films having an 
unstretched gauge of approximately 1.25 mils (50 gsm) • Each 
of the films was subsequently stretched on a machine direction 
orientation (MDO) unit at a stretch ratio of 3x and at a 
temperature of 1400F (60«C) , The resultant films were 
breathable as indicated by the water vapor transmission rate 
data set forth in Table I below and had basis weights of 
approximately 14 grams per square meter. 
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As can be seen from Table I, as the amount of bonding 
agent was increased, in this case the amorphous ethylene 
propylene copolymer portion of the Himont KS051P polymer which 
begins to soften at or about 55 'C, the water vapor 
> transmission rate decreased. Conversely, however, with the 
increase in the tackifying or bonding agent, the samples 
showed an increase in peel strength and thus were more 
resistant to delamination. Given the addition of the bonding 
agent, visual observations were made as to the ease of film 
processing and the ability to stretch the film in the machine 
direction. Table I indicates that film processability was 
good irrespective of the percentage of bonding agent added 
to the film preextrusion blend. In contrast however, a direct 
increase in stretchability was observed as the amount of 
15 bonding agent within the film was increased. In sample 1 the 
ability to stretch the film in the machine direction was fair 
while with sample 3 the stretchability was excellent. Each 
of the films were laminated to a 17 gsm (0.5 osy) 
polypropylene spunbond nonwoven web at rate of lOO feet per 
minute {30.5 m/min) with a nip pressure of 20 pounds per 
square inch (1.41 kg/cm^) using a discontinuous bond pattern 
with a bond area of approximately 15%. The temperature of the 
pattern roll was maintained at 250"»F (121«C) while the 
temperature of the smooth anvil roll, which was in direct 
25 contact with the film, was 160»F (Ti-C) . 

As evidenced by the data in Table I, all three samples 
according to the present invention had excellent water vapor 
transmission rates and excellent bond strengths. The samples 
required a load of between 24 and 27 grams to peel apart the 
layers using a bond area of only 15 percent. in addition, 
there were no perforations of the film layer which would 
compromise barrier properties when using the material of the 
present invention as an outercover for a personal care 
absorbent article. 
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Example 2 



In this example, the effect of stretching temperature was 
evaluated using the film formulation described with respect 
5 to sample 1 of Example 1 above. The gradual softening of the 
amphorous component in the KS051P polymer as it became more 
adhesive-like in nature was thought to interfere with the 
complete fracturing of the polymer blend at the interface 
between the resin matrix and the surface of the calcium 
10 carbonate particles. To confirm this, samples of the film 
were stretched 3x i.e. a one meter sample would be stretched 
'-hx«« mei^ers, at varying temperatures between 1460F (63 -C) 
and 1860F (86-C) . As the stretching temperature increased, 
the water vapor transmission rate decreased, most likely 
15 because fewer and/or smaller pores were forined in the film 
around the calcium carbonate particles. As is shown in Table 
II, increasing the stretching temperature did enable more 
mobility Of the linear low density polyethylene molecules 
thereby improving the ease of stretch. As the temperature was 
20 increased from 1460F (63-C) to 186«F (86oC) the ease of 
stretching increased. At ITT-f (81<'C) and 186-F (86»C) there 
appeared to be extreme orientation in the molecules of the 
fxlm with the film thus exhibiting more splits and a greater 
tendency to tear in the machine direction. As a result it 
can be seen that a balance of WVTR, processability and film 
mechanical properties can be optimized by selecting the 
appropriate stretching temperature. Optimum stretching and 
breathability is achieved when stretching is carried out at 
a temperature below the melting point of the primary 
predominately linear polyolefin polymer in the film blend and 
at or about the softening point of the bonding agent 
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TABLE II 

Stretch Temp. WVTR mdo 

°F/»C g/ni2/24hr Stretching 

146/63 4300 Fair 

157/69 4100 Good 

10 167/75 3960 Good 
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177/81 3730 
186/86 3515 



Splitty 



xoo/oo More splitty 

Example 3 



In Examples 1 and 2, all the samples on a dry weight 
basis contained 65% calcium carbonate, from 15 to 2 5% linear 
low density polyethylene and from 10 to 20% by weight Himont 
KS051P polypropylene-based polymer resin which contained an 
amphorous ethylene propylene random copolymer as the 
tackifying or bonding agent. in Example 3, 65% by weight 
25 calcium carbonate and 30% by weight linear low density 
polyethylene were blended. As shown by Table III, to the 
basic blend there was added a series of recognized tackifying 
or bonding agents in a weight percent of 5%. The bonding 
agents included Regalrez® 1094, 3102 and 1126 bonding agents 
30 as well as Zonatac® 501L and Eastman® 1023PL bonding agents. 
In addition, the film formulation from sample 2 of Example 1 
was also formed into a film in the same fashion as described 
with respect to Example 1. Each of the films was blown at a 
blow-up ratio of 1.7 to a gauge of approximately 1.5 mils (60 
35 gsm) . The films were stretched at 1460F (63->C) in the machine 
direction to three times (3x) their original length. This 
stretching temperature which was below the melting ooint 
(235-F/1130C) of the predominately linear polyolef in polymers. 
The film samples were subsequently laminated to the same 
polypropylene nonwoven web described in Example 1 under the 
same conditions with an overall bond area of approximately 
15%. The temperature of the pattern roll was maintained at 
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250»F (121»C) While the temperature of the smooth anvil roll 
Which was in direct contact with the film, was run at 
temperatures of leo^F (y-c), 175»F (79^0, 185»F (85»C) and 
195-F {91»C). The bond strength was measured for each 
fxlm/nonwoven laminate at each of the four bonding 
temperatures, in addition, the water vapor transmission rate 
for the each of the fil»s was measured and the ease of film 
processing and stretching were visually observed. The results 
are presented in Table III below. 
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The Himont KS050 bonding agent gave the best bond 
strength between the two layers but it should be noted that 
is comprised 15 weight percent of the film while the other 
5 bonding agents only comprised 5 weight percent. Most of the 
bonding agents appeared to provide increased bonding as the 
bond temperature was increased but some of the bonding agents 
peaked at 185'F and then began to taper off in bond strength 
at 195 »F. Film processing was good to excellent with all 
10 bonding agents but the machine direction stretching of the 
film using the Himont KS050 bonding agent was only fair. All 
Vila's showed good water vapnr trancmiooion rates. 
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Example 4 



In Example 4 a clinical study was done to determine the 
effectiveness of reducing skin hydration using the breathable, 
cloth-like film/nonwoven composite of the present invention 
as a diaper outercover in lieu of normal polyethylene film 
20 (control) . Diapers were made with the control outercover and 
with a film/nonwoven laminate according to sample 2 of Example 
1. The film layer of the composite had a water vapor 
transmission rate (WVTR) of 4300 g/m2/24 hrs. and the 
composite had a WVTR of 4100 g/mV24 hrs. The single layer 
1.2 mil thick polyethylene film of the control diaper had a 
WVTR of approximately 40-50 g/m^/24 hrs. 

Each of the diapers was insulted with 60 milliliters of 
synthetic urine and then secured about the forearms of the 
test participants. At predetermined time intervals the water 
loss was measured to determine the level of skin hydration. 
Based upon the test results, the skin hydration of the 
wearers' skin underneath the diaper using the composite of the 
present invention was determined to be significantly lower 
than the control diapers thereby demonstrating that effective 
bonding between the layers could be achieved while still 
maintaining breathability and reducing skin hydration. 

As can be seen from the foregoing examples, the materials 
of the present invention provide a breathable, cloth-like 
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f ilm/nonwoven composite with good adhesion between the layers. 
The nonwoven layer acts to reinforce the thin breathable film 
layer and, when the composite is used as an outercover on a 
personal care absorbent article such as a diaper, the nonwoven 
5 layer helps overcome the cold, clammy nature of the breathable 
film. Furthermore, due to the incorporation of the bonding 
agent into the film and/or fiber polymer blend, it is possible 
to thermally laminate otherwise incompatible polymers/ layers 
to one another* 

0 Having thus described the invention in detail, it should 

be apparent that the various modifications and changes can be 
made to the present invention without the departing from the 
spirit and scope of the following claims. 
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CLAIMS; 



1. A process for forming a breathable film comprising: 

forming a pre-extrusion blend, on a dry weight basis, 
based upon the total weight of the film, of from about 10 to 
about 68 percent of a predominately linear polyolef in polymer, 
from about 30 to about 80 percent of a filler and from about 
2 to about 20 percent of a bonding agent, 

forming a film from said pre-extrusion blend, and 
stretching said film at a temperature less than the 
melting point of said predominately linear polyolef in polymer. 

2- A breathable film comprising on a dry weight basis, based 
upon the total weight of the film, from about 10 to about 68 
percent of a predominately linear polyolefin polymer, from 
about 30 to about 80 percent of a filler and from about 2 to 
about 20 percent of a bonding agent, said film having a water 
vapor transmission rate of at least 100 g/mV24 hours. 

20 3. A breathable f ilm/nonwoven laminate comprising; 

a film formed from a blend including, on a dry weight 
basis, based upon the total weight of the film, from about 10 
to about 68 percent of a predominately linear polyolefin 
polymer, from about 30 to about 80 percent of a filler and 

25 from about 2 to about 20 percent of a bonding agent,, said film 
having a water vapor transmission rate of at least 100 g/m2/2 4 
hours , and 

a fibrous polyolefin nonwoven web laminated to said film 
to form a laminate, said laminate having a peel strength of 
3 0 at least 5 grams. 

4. The laminate of Claim 3 wherein said predominately linear 
polyolefin polymer is linear low density polyethylene. 

35 5. The laminate of claim 3 wherein said filler is calcium 
carbonate. 
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6. The laminate of claim 3 wherein said film is a stretched 
film having a weight per unit area of less than 3 5 g/m^. 

7. The laminate of claim 3 wherein said film is a stretched 
film having a weight per unit area of less than about 18 g/m^. 

8. The laminate of claim 3 wherein said fibrous polyolefin 
nonwoven web is a polypropylene nonwoven web. 

9. The laminate of claim 3 wherein said fibrous polyolefin 
nonwoven web contains biconponent fibers with a polyolefin as 
a component of said bicomponent fibers. 

10. The laminate of claim 3 wherein a second fibrous 
15 polyolefin nonwoven web is bonded to said film on a side of 

said film opposite said fibrous polyolefin nonwoven web. 

11. A personal care absorbent article comprising: 

a body side liner and an outercover with an absorbent 
20 core disposed therebetween, 

said outercover comprising a film formed from a blend 
including, on a dry weight basis, based upon the total weight 
of the film, from about lO to about 68 percent of a 
predominately linear polyolefin polymer, from about 3 0 to 
25 about 80 percent of a filler and from about 2 to about 20 
percent of a bonding agent, said film having a water vapor 
transmission rate of at least 100 g/m2/24 hours, and 

a fibrous polyolefin nonwoven web laminated to said film 
to form a laminate, said laminate having a peel strength of 
30 at least 5 grams. 

12. An article of clothing including a breathable 
film/ nonwoven laminate which comprises: 

a film formed from a blend including, on a dry weight 
basis, based upon the total weight of the film, from about 10 
to about 68 percent of a predominately linear polyolefin 
polymer, from about 3 0 to about 80 percent of a filler and 

33 
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from about 2 to about 20 percent of a bonding agent, said film 
having a water vapor transmission rate of at least 100 g/m^/24 
hours , and 

a fibrous polyolefin nonwoven web laminated to said film 
CO form a laminate, said laminate having a peel strength of 
at least 5 grams. 

13. A process for forming a breathable f ilm/nonwoven laminate 
comprising: 

forming a pre-extrusion blend including, on a dry weight 
basis, based upon the total weight of the film from about lo 



<iLwuL OB percent of a predominately linear polyolefin 
polymer, from about 3 0 to about 80 percent of a filler and 
from about 2 to about 20 percent of a bonding agent, 
forming a film from said pre-extrusion blend, 
stretching said film at a temperature less than the 
melting point of said predominately linear thermoplastic 
polymer, and 

bonding said film to a fibrous polyolefin nonwoven web 
20 at a temperature less than the melting point of said 
predominately linear thermoplastic polymer in said film to 
form. a laminate. 



25 



14. The process of claim 13 which further includes causing 
said laminate to retract to produce an undulating surface on 
said laminate. 



15. The process of claim 13 wherein said stretching step is 
carried out at a temperature which is also at or about the 

30 softening point of said bonding agent. 

16. A process for forming a f ilm/nonwoven laminate 
comprising: 

forming a film layer including, on a dry weight basis 
based upon the total weight of the film, from about 30 to 
about 80 percent filler and from about 20 to about 70 percent 
polyolefin polymer. 
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stretching said film layer, 

bonding a fibrous nonwoven web to said film layer by a 
plurality of fibers within said fibrous nonwoven web which 
contain a polyolefin polymer and a bonding agent, said 
5 polyolefin polymer and said bonding agent being present on at 
least a portion of an exterior surface of said fibers, 

17* A f ilm/nonwoven laminate comprising: 

a film layer including, on a dry weight basis, based 
0 upon the total weight of the film, from about 3 0 to about 8 0 
percent of a filler and from about 20 to about 70 percent 
polyolefin polymer, and 

a fibrous nonwoven web bonded to said film layer by a 
plurality of fibers within said fibrous nonwoven web. which 
5 contain a polyolefin polyroer and a bonding agent, said 
polyolefin polymer and said bonding agent being present on at 
least a portion of an exterior surface of said fibers- 
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